IN THE CLAIMS 



Claim 1 (Amended) . Polysiloxane compositioAs which cross-link 
by condensation and [contain] which co nsist essentially of 

a) at least one cross-linkable / polysiloxane, that 
contains as a reactive termirjal group at least one 
of the following groups 

-0-S iR^sOH , -0-S iR^ ( OR^ ) 2 , -0-S i ( 09^ ) 3 , 

wherein 



R^ denotes optionally / substituted Ci-Cs-alkyl, 
C6-Ci4-aryl or Cg-Cg-alkenyl groups and 

R^ denotes optionally substituted linear or branched 
Ci-Cg-alkyl or C2/c8-alkoxyalkyl groups, and R^ and R^ 
can be the same or different within the molecule, 



b) at least one bas/c filler and optionally other 
fillers. 



c) at least one phosphorus compound selected from the 
group [commrising] consisting of orthophosphoric acid 




[0=P (OR') (OH) ] 0=P (01^^)3 



in which 



[n = 0, 1 or 2 and] 

r' = an optionally stibstituted linear or branched 
Ci-Cso-alkyl, cZ-Cao-acyl, C2-C3o-alkenyl , C2-C30- 
alkoxyalkyl, C/-Ci4-cycloalkyl or 



Ce-Cio-aryl group or a triorganosiyl or 
diorganoalkoxysilyl group which can be the same 
or d:^ferent within tihe molecule, at least one of the 

substituients /r' being a trioraanosilyl or 

diorganoalko>/ysilyl radical , 



and/or ester of polyphosphoric acid, 

d) at leasl^ one alkoxysilane cross-linking agent of the 
formula 

R^xSiG0R^)4.x , 



cf} 



x= 0 and iJ and 

and R ^ /can be the same or different within the 
molecule, ^nd are as defined above. 

e) at least /one organometallic compound and 

f) optionally other auxiliary substances [. ] selected from 
the griup consisting of plasticizers , bonding agents, 
pigments and fungicides. 

Claim 2 (Amended) . Polysiloxane compositions which cross-link 
by condensation, according to Claim 1, [characterized - in that] 
wherein the cross-linkable polysiloxane a) has a viscosity of 
between 0.1 and 1000 Pa.s. 

Claim 3 (Amended) • Polysiloxane compositions [which cross- 
link by condensation,] according to claim 1, [characterized in 
that] wherein the basic fillers b) are precipitated or ground 
chalks. 

Claim 4 (Amended) . Polysiloxane compositions [which cross- 
link by condensation,] according to claim 1, [characterized in 
that] wherein the phosphorus compound c) is an ester of 
orthophosphoric acid containing at least one optionally substituted 
linear or branched C^-Cao-alkyl group R^. 
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^<;iaiin 5 (Amended) . Polysiloxane compositions [which cross- 
link by coQdensation, ] according to claim 1, [characterized in 
that] wherein^ '^^h€L alkoxvsilane cross-linking agent d) is 
tetraethoxysilane , tetra-n-pr5poxxsilane , methyl triethoxysilane , 
methyltr imethoxysilane , methyltri(>'-«^thoxyethoxy ) silane , 
vinyltrimethoxysilane or vinyl triethoxysilane. 

Claim 6 (Amended) . Polysiloxane compositions [which cross- 
link by condensation,] according to claim 1 [characterized in that] 
wherein the organometallic compound e) is an organic titanium or 
tin compound. 



Claim 7, please cancel. 



Claim 8 (Amended) . Polysiloxane compositions [which cross- 
link by condensation,] according to claim 1, [characterized in that 
they consist] qonsj^ting essentially of 

100 parts by weight of a) , 
10 to 250 parts by weight of b) , 
0.1 to 25 parts by weight of c) , 
1 to 30 parts by weight of d) , 
0.1 to 20 parts by weight of e) and 
0 to 240 parts by weight of f ) . 



Claim 9 (Amended) . Polysiloxane compositions [which cross- 
link by condensation,] according to claim 1, [characterized in 
that] wherein the auxiliary substance f) has the following 
composition: 

0-100 parts by weight of plasticizers, 
0-20 parts by weight of bonding agents, 
0-100 parts by weight of pigments, 
^QJ}^ 0-20 parts by weight of fungicides. 



0 



the sum of all the components f) in the mixture amounting to a 
maximum of 240 parts by weight. 



Claim 10 (Amended) . Process for the production of the 
polysiloxane compositions [which cross-link by condensation, 
according to] fi£ claim 1, [characterized in that] wherein the 
basic fillers b) and the phosphorus compound c) , optionally 
dissolved in a solvent, are mixed in a preliminary operation. 



Claim 13 (Amended) . [Use of the polysiloxane compositions 
-.3 which cross-link by condensation according to claim 1, as 
s]Sealants, adhesives or coating compositions [. ] comprising a 
gQmpQgition of Ql^im It 



.6 



